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(54) Photocatalytic glass pane and method for producing same 

(57) The invention relates to a photocatalytic glass 
pane inducfing a glass substrate and at least one layer 
formed on at least one major sur^ce of the glass sub- 
strate. The at least one layer has an outermost layer 
made of a photocatalytic titanium oxide. The outermost 
layer is prepared by a chemical vapor deposition. The 
titanium oxide is such that an X-ray diffraction chart of 
the titanium oxide has at least a first peak when a spac- 
ing between adjacent crystallographic planes of the tita- 
nium oxide is 3.5 angstroms and a second peak when a 
spacing t>6tween adjacent crystallographic planes of 
the titanium oxide is 1 .9 angstroms and that the second 
peak has a height that is at least one-tenth of a height of 
the first peak. The glass pane is high in photocatalytic 
activity. The invention further relates to a method for 
producing the photocatalytic glass pane. This method 
has the sequential steps of (a) providing a gas mixture 
comprising a vapor of an organic titanium compound 
and an oxygen gas; and (b) bringing the gas mxture 
into contact with the glass suk)strate that is under a 
heated condition, thereby to form the outermost layer on 
the glass substrate. The glass pane can easily be pro- 
duced by the method with high efficiency and low cost. 
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Description 

BACKGROUND OF THE INVEirnON 

5 [0001 ] The present invention relates to a photocatalytic glass pane having a photocatalytic titanium oxide layer formed 
on a glass substrate thereof and a method for producing the glass pane. 

[0002] Hitherto, titanium oxide films have been used for providing substrates (e.g. of glass, ceramics and resins) with 
reflection of heat rays and the like, abrasion resistance, heat resistance, weather resistance and chemical resistance, 
due to their superior characteristics such as high refractive index, high hardness, heat resistance and chemical resist- 
to ance. Furthermore, much attention has been drawn in recent years to the photocatalytic activity of titanium oodde to oxi- 
datively decompose organic contaminants. 

[0003] There are several ways to form a titanium oxide film on a substrate. For example, In a spraying method, a tita- 
nium compound solution is sprayed onto a substrate and then pyrolyzed to form thereon a titanium oxide film. In a sol- 
gel process, a titania precursor sol is applied to a substrate, and then the resultant precursory film is heated to form 

15 thereon a titanium oxide film. In a chemical vapor deposition (CVD). a vapor of an organic titanium compound is brought 
into contact with a sut>strate that is under a heated condition, thereby to form thereon a titanium oxkJe film by pyrolysis. 
[0004] Japanese Patent Second Publications JP-B-1 -30771 and JP-B-57-471 37 disclose methods for producing heat 
reflective glass panes. In each of these methods, a particular titanium compound solution is sprayed onto a heated 
glass sut)strate. thereby to form thereon a titanium oxide film by pyrolysis. Japanese Patent First Publication JP-A-9- 

20 59041 discloses an antlfogging coating composition containing therein semiconductor photocatalyst particles that are 
most preferably titania particles. This composition is a dispersion In which (1) a silicone precursor or amorphous silica 
precursor and (2) semiconductor photocatalyst particles are uniformly dispersed In a solvent. JP-A-9-920 discloses a 
titanium oxide film that is sufficient in transparency. This film is formed on a suk>strate by spraying an ethanol solution 
containing 20 wt% of di-i80-propQxybis(acetylacetonato)titanium. 

25 

SUMMARY OF THE INVENTION 

[0005] It is an object of the present invention to provide a photocatalytic glass pane that is high In photocatalytic activ- 
ity and superior in optical and physical characteristics such as heat reflection. 
30 [0006] It is another object of the present invention to easily produce such a photocatalytic glass pane with high effi- 
ciency and low cost by forming at least one layer on at least one major surface of a glass substrate, white maintaining 
transparency, flatness and smoothness of the glass substrate. 

[0007] According to the present Invention, there Is provided a photocatalytic glass pane comprising a glass substrate; 
and at least one layer formed on at least one major surface of the glass substrate. The at least one layer has an outer- 

35 most layer made of a photocatalytic titanium oxide. The outermost layer Is prepared by chemical vapor deposition. The 
titanium oxide is such that an X-ray diffraction chart (pattern) of the titanium oxide has at least a first peak when a spac- 
ing between adjacent crystallographic planes (i.e., an interplaner spacing) of tiie titanium oxide is 3.5 angstroms (A) 
and a second peak when a spacing between adjacent aystallographic planes of tiie titanium oxide is 1.9 angstroms 
and that the second peak has a height that is at least one-tentii of a height of the first peak. As is commonly known, the 

40 peak height represents the intensity (1) of the diffracted X-rays (see Figs. 2-3). The glass pane is high in photocatalytic 
activity and superior in optical and physical characteristics such as heat reflection. 

[0008] According to the present invention, there is provided a method for producing the above-mentioned photocata- 
lytic glass pane. This method comprises the sequential steps of (a) providing a gas mixture comprising a vapor of an 
organic titanium compound and an oxygen gas; and (b) bringing the gas mixture into contact witti the glass substrate 
46 that is under a heated condition, tiiereby to form the outermost layer on the glass substrate. The organic titanium com- 
pound may be titanium alkoxide selected from titanium tetraisopropoxide, titanium tetrametiioxkJe, titanium tetraetiiox- 
kHe, and titanium nx>nochlorotrialkoxide. The gas mixture may further comprise nitrogen gas. The glass pane can easily 
be produced by the method with high efficiency and low cost, while tiie glass substrate is maintained in transparency, 
flatness and smoothness. 

so 

BRIEF DESCRIPTION O F THE DRAWINGS 
[0009] 

55 Fig. 1 is a schematic side sectional view showing a float glass production line equipped with a nozzle for forming a 
titanium oxide film on a glass plate by CVD; 

Fig. 2 is an X-ray diffraction chart showing X-ray diffraction patterns [A]. [B] and [C] according to Exanrples 1 and 
2 and Comparative Example 1, respectively: and 
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Rg. 3 is an X-ray diffraction chart of an anatase-type titanium oxide powder that is adherent to a glass suk>strate by 
a t3onding agent. 

DERnRIPTiQN OF THE PREFERRED EMBODIMENTS 

5 

[001 0] In the invention, the outermost layer (i.e.. a titanium oxide film) of the photocatalytic glass pane ms^ be sub- 
jected to an X-ray diffraction analysis with CuK a X-rays produced by an output voltage of 10-60 kV and an electric cur- 
rent of 100-1 .000 mA. a scanning speed of up to 10 degrees per nrtinute, a diverging slit's opening angle of 1/2 degrees, 
and a scattering slit's opening angle of 1/2 degrees. 

10 [0011] As mentioned atxsve, the gas mixture comprising a vapor of an organic titanium compound may be brought 
into contact with a heated glass substrate (e.g.. soda-lime float glass plate), during a float glass production (see Fig. 1). 
In other words, the outermost titanium oxide layer may be formed on a glass substrate by CVD, particularly under nor- 
mal pressure (atmospheric pressure). With this, it becomes possible to make the photocatalytic glass pane of the inven- 
tion to have good transparency, flatness and smoothness, which are inherent in glass itself. It is preferable to conduct 

15 the above-mentioned step (b) at a temperature not higher than 750<>C. If the temperature is higher than TSO'^C. the glass 
substrate may be deformed during the step (b). Furthermore, the outermost layer may have cracks and/or wrinkles on 
its surface. As is seen from Fig. 1 , the step (b) may be conducted in a float glass production line 1 . In this line 1 , a heated 
glass substrate 2 from a tin bath 3 is allowed to enter into an annealing chamber 4. It is optional to dispose a nozzle 5. 
which has a discharge slit 6 for discharging the gas mixture of the step (a) and exhaust slits 7 for exhausting the gas 

20 mixture, in the vicinity of the entrance of the annealing chamber 4. as illustrated. In fact, it is preferable to dispose the 
nozzle 5 in a region of the productk>n line 1 that is at least 5 m downstream from the end top roller in order to conduct 
the step (b). since the force concentrates on the vicinity of the top roller disposed in the tin bath 3. 
[001 2] In the gas mixture of the above-mentioned step (a), it is preferable that the vapor of the organic titanium com- 
pound has a partial pressure of from 0.1 to 10 kPa, more preferably from 1 to 5 kPa. and that the oxygen gas has a 

25 partial pressure of from 3 to 40 kPa. more preferably from 1 0 to 36 kPa. With this, it becomes possible to obtain an ana- 
tase-type titanium oxide film that is superior in photocatalytic activity and strength. It is preferable to make the partial 
pressure of the oxygen gas higher in the preferable range, in order to provide the gas mixture with an oxidative atmos- 
phere. With this, it becomes possible to produce the titanium oxide more effectively If the oxygen concentration of the 
gas mixture is too high, the gas mixture may become inflammable to increase the fire risk. The steam contained in the 

30 gas mixture may accelerate the polyoondensation of the organic titanium compound. This may interfere with pyrolysis 
of the organic titanium compound. Furthermore, scales may occur by the presence of the steam, during the introduction 
of the gas mixture into the nozzle for discharging the gas mixture. Thus, the partial pressure of the steam contained in 
the gas mixture is preferak)ly not higher than 0.1 kPa, more preferably not higher than 0.01 kPa. In fact, it is the most 
preferable that the gas mixture does not contain steam. 

35 [001 3] Even if the temperature of the glass suk)strate is lower than 300*C. it is possible to form the outermost titanium 
oxide layer on the glass substrate. In this case, however, adhesion of the outermost layer to the glass substrate may 
become insufficient. Still furthermore, the X-ray diffraction chart of the obtained titanium oxide may not have clear 
peaks, and thus the titanium oxide may become insufficient in photocatalytic activity Thus, the outermost titanium oxide 
layer is fbmied on a glass substrate heated preferably at a temperature of at least 300"C, more preferably at least 

40 350°C, still more preferably 400-600*C. In particular, if the outermost layer of an anatase-type titanium oxide is formed 
on a glass substrate of at least 500^0. the outermost layer becomes substantially high in photocatalytic activity In this 
case, if the thickness of the outermost layer, which is directly formed on a soda-lime glass substrate, is at least 50nm, 
It becomes possible to maintain the photocatalytic activity of the titanium oxide. In other words, alkali components, par- 
ttoularly sodium ions, do not interfere with the photocatalytic activity of the titanium oxide, and thus it is not necessary 

45 to provkJe an interlayer Oaanrier) between the glass substrate and the outermost layer. If the thickness of the outermost 
layer is greater than 300nm, the outermost layer becomes conspicuous in iridescence and thus may not be favorable in 
appearance. 

[0014] As mentioned atxjve. the titanium oxide of the invention is characterized in that an X-ray diffraction chart (pat- 
tern) of the titanium oxide has at least a first peak at a first spacing of 3.5 angstroms between adjacent crystallographic 

50 planes of the titanium oxide and a second peak at a second spacing of 1 .9 angstroms between adjacent crystallo- 
graphic planes of the titanium oxide and that the second peak has a height that is at least one-tenth of a height of the 
first peak (see Fig. 2). With this, the titanium oxkJe becomes substantially high in photocatalytic activity. The above- 
mentioned first and second spaclngs respectively con^espond to diffractfon angles 26 of 25 and 48 degrees, as shown 
in Fig. 2. Furthernrore, it is preferable that an X-ray diffraction chart of the titanium oxide has a third peak at a third spac- 

55 ing of 1.7 angstroms (20 : 55 degrees) and a fourth peak at a fourth spacing off 1.5 angstroms (28 : 63 degrees), as 
shown by the X-ray diffraction pattern [A] of Fig. 2. As mentioned above, the second peak has a height that is at least 
one-tenth of the height of the first peak. We assume that this means a good balance between the first peak in a direction 
of Miller indices 1 01 and the second peak In a direction of Miller indices 200 to make the titanium oxide high in photo- 
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catalytic activity. 

[0015] In the Invention. It is optional to provide at least one first Interlayer having an intermediate refractive index of 
1 .55-2.0 and/or at least one second interlayer having a high refractive Index of 2.6-2.9. between the glass sut>strate and 
the outermost titanium oxide layer. In fact, the first and second Interlayers may be laminated atternateiy The first inter- 

5 layer is made of for example, aluminum oxide, tin oxide, Indium oxtde, zinc oxide or silicon oxycarblde, and the second 
interlayer contains as a main component thereof at least one metal oxide selected from chromium oxides. Iron oxides, 
cobalt oxides and copper oxides. It is preferable to adjust the refractive index and thickness of the first or second inter- 
layer such that the reflectance and excitation purity of the outermost layer are lowered by the interference of the 
reflected light from the first or second interlayer. 

10 [0016] In the invention, it is optional that the at least one layer, having the outermost titanium oxide layer, is formed 
on one major surface of the glass substrate, and a reflective metal layer is formed on the other major surface of the 
glass substrate. With tills, the obtained glass pane can be used as an antifogging mirror. 
[001 7] The following nonlimitative examples are illustrative of the present invention. 

15 EXAMPLE 1 

[0018] An outermost titanium oxide layer was directly formed on a glass substrate 2 by using a float glass production 
line 1 of Fig. 1 , as follows. The glass substrate 2, having a thickness of 3 mm and a width of 3.6 m, was allowed to flow 
continuously at a speed of 8 m per minute in the production line 1 . A nozzle 5, made of stainless steel, for forming tiie 

20 outermost layer on the glass substrate 2 was disposed 1.5 m downstream from an exit partition wall 8 of a tin bath 3. In 
fact, the nozzle 5 was disposed, at a height of 15 mm above the glass substrate 2, in the inside of an annealing chamber 
4 and in the vicinity of the entrance of an annealing chamber 4. as illustrated. At the position of the nozzle 5, the tem- 
perature of tiie glass sulDstrate's surface was found to be STO-SSO'^C by the measurement witii a radiation thermometer. 
The temperature of the bottom surface of tiie nozzle 5 was adjusted to be in a range of 200-220''C by allowing a beat 

25 carrying oil of 1 80''C to flow continuously tiirough the Interior of the nozzle 5. As shown in Rg. 1 . the nozzle 5 was sym- 
metrical about an axis of symmetry that is perpendicular to the direction of tiie flow of the glass substrate 2 in tiie pro- 
duction line 1 . In fact, the nozzle 5 had a discharge slit 6 for discharging the gas mixture at a middle portion of the nozzle 
5, and exhaust slits 7 for exhausting the gas mixture at both sides of the discharge slit 6. Each of the discharge and 
exhaust slits 6, 7 extends 3.2 m in a direction perpendicular to the direction of the flow of the glass substrate 2. The 

30 distance between the exhaust slits 7. 7 in the direction of the flow of the glass substrate 2 was 600 mm. A regk>n 
between tiie exhaust slits 7, 7 was provided for forming the outermost layer on the glass substrate 2. 
[0019] Separately, tiie gas mixture was prepared, as follows. At first, titanium teti-aisopropoxide, preliminarily heated 
at 100**C, was atomized or sprayed at a rate of 240 g per minute into a hermetic stainless-steel container of a double 
wall structure, while a nitrogen gas, preliminarily heated at ^80'*C, was introduced as a carrier or atomizing gas into the 

35 container at a rate of 200 nL per minute. Then, the titanium tetraisopropoxide in the container was totally turned into a 
vapor by heat of the container having a double wall's void space filled with a heat carrying oil of ISO^C. A mixture of 
titanium tetraisopropoxide (gas) and nitrogen gas was allowed to flow through a pipe from the container and tiien was 
mixed with an air preliminarily heated at 180''C and having a flow rate of 300nL per minute. The resultant gas mixture 
was lead to the discharge slit 6, while It was maintained at 180^0. Then, the resultant gas mixture was blown tqx>n the 

40 glass substrate 2 from the discharge slit 6, thereby to form a titanium oxide film on the glass substrate 2 by pyrolysis 
under normal pressure. Each of the nitrogen and air of the resuKartt gas mixture was -60°C in dew point. The calculated 
partial pressures of the oxygen, titanium compound, and steam were about 12kPa, about 4kPa and 0.001 kPa, respec- 
tively. The reti-active index and thickness of the titanium oxide film were respectively found to be 2.38 and 135nm, from 
the results of the spectral reflectance of the titanium oxide film. The titanium oxide film was subjected to all X-ray dif- 

45 fraction analysis with CuK a X-rays produced by an output voltage of 50KV and an electric current of 200mA, incident 
angles starting from 2 degrees, a scanning speed of 5 degrees per minute, a diverging slit angle of 1/2 degrees, and a 
scattering slit angle of 1/2 degreea The result of the X-ray diffraction analysis Is shown t>y an X-ray diffraction pattem 
[A] of Fig. 2. This pattern was found to have first, second, third and fourth peaks at spaclngs between adjacent crystal- 
lographic planes of the titanium oxide of 3.5, 1.9, 1.7 and 1.5 angstroms. These spacings correspond to diffraction 

50 angles 29 of 25, 48, 55 and 63 degrees respectively, as shown in Fig. 2. The relative heights of the first, second, third 
and fourth peaks were respectively 8, 2, 1 and 1 , as shown in Fig. 2. In comparison with the X-ray diffraction pattern of 
Fig. 3 of Referential Example, in which a commercial anatase-type titanium oxide powder was bonded to a glass holder 
by a bonding agent (i.e., starch), it is assumed that the first, second, third and fourth peaks of the X-ray diffraction pat- 
tern [A] of Fig. 2 are diffraction lines generated by the titanium oxide's adjacent crystallographic planes 101. 200, 21 1 

55 and 204. respectively tn fact, each numeral of three figures in parentiiesis of Fig. 3 is Miller indices. The titanium oxide 
film of Referential Example had a white color and thus was not transparent. Furthermore, the titanium oxide powder of 
Referential Example comes off easily, and thus the titanium oxnle film of Referential Example is substantially different 
from that of the invention. 
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[0020] In Exanrple 1 , the obtained glass pane having the titanium oxide film formed on the glass substrate was sub- 
jected to an abrasion resistance test. In this test, the titanium oxide film was abraded 200 times by a Taber abraser 
defined in Japanese Industrial Standard (JIS) R 3212. The transmittance after the atxasion resistance test was about 
3.2% higher than that before this test. This means that the titanium oxide film was bonded to the glass sut>strate with a 
5 high bonding strength. 

[0021] The photocatalytic activity of the otstained glass pane having widths of 100mm was determined as follows. At 
first, the glass pane was immersed in an oleic acid solution, and then withdrawn therefrom at a speed of 1.2mm per 
second. After that, water was dropped onto the titanium oxide f Om. and then the contact angle of water drop thereon 
was measured. TTie result of this was about 30 degrees. Then, the titanium oxide film was irradiated for 3 hr with ultra- 
10 violet rays using an ultraviolet lamp having an intensity of 0.5m W/cm^. Then, the contact angle of water drop was meas- 
ured again, and the result was 8 degrees. This means that oleic acid was decomposed during the ultraviolet in-adiation, 
and thus the titanium oxide film's surface became hydrophilic. 

[0022] The obtained glass pane had a reflectance from the titanium oxide film of 3S%, a dominant wavelength of 
440nm, an excitation purity of 21%. and a transmittance of 62%. 
IS [0023] The calculated rate for forming the titanium oxide film is as follows: 

(RImThickness 135nm) x (Glass Substrate Moving Speed SnVmln.) + (Rim Width 600nun) = i.s nm/min. 



20 [0024] The calculated efficiency for forming the titanium oxide film is as follows: 

(RImThickness 135nm) x (Rim Area 3.2m x 8m)/min. 
X (TiOg Density 3.84) + 1.000 -s- (TlOg Molecular Weight 80) 
^ ^ (Ti Alkoxide Supply Rate 240gATiin) (Ti alkoxide Molecular Weight 284) = 19.6%. 

EXAMPLE 2 

[0025] In this example. Example 1 was repeated except in that the supply rate of titanium tetraisopropoxide was 100 
30 g/min in place of 240 g/min and that the position of the nozzle 5 was 40m downstream from the exit partition wall 8 of 
the tin bath 3. The temperature of the glass substrate 2 at the position of the nozzle 5 was in a range of 390-400*'C. The 
calculated partial pressures of the titanium compound, oxygen and steam of the gas mixture were 1 .3kPa. 12kPa and 
0.001 kPa, respectively The obtained titanium oxide film formed on the glass substrate was found to have a refractive 
index of 2.35 and a thickness of 45 nm. The obtained glass pane was found to have a visible light reflectance from the 
35 coated side of 30%, a dominant wavelength of 440nm, and an excitation purity of 1 5%. The result of the X-ray diffraction 
analysis is shown by an X-ray diffraction pattern [B] of Rg. 2. This pattern was found to have first and secorxi peaks at 
spadngs between adjacent crystaliographic planes of the titanium oxide of 3.5 and 1 .9 angstroms where the diffraction 
angles 20 are respectively 25 and 48 degrees. The relative heights of the first and second peaks were respectively 10 
and 3, as shown in Rg. 2. The calculated rate and efficiency for forming the titanium oxide film on the glass substrate 
40 were 0.6 ^m/min and 1 5.7%. respectively The glass pane was subjected to the same photocatalytic activity test as that 
of Example 1 . except in that the ultraviolet irradiation time was lOhr. After this test, the contact angle of water drop was 
found to be 1 6 degrees. 

EXAMPLE 3 

45 

[0026] In this example, a float glass production line 1 of Example 1 was used except in that another nozzle, which is 
similar to the nozzle 5 in construction, was disposed in the vicinity of the nozzle 5 such that the another nozzle was 
interposed between the nozzle 5 and the tin bath 3. The another nozzle was used for forming an aluminum oxide inter- 
layer on a glass substrate. In fact, aluminum acetylacetonato, NACEM aluminum of Nippon Chemical Industrial Co., 

50 Ltd., was transported through an stainless steel pipe having an internal diameter of 6mm, at a rate of 280 g/min by a 
device for quantitatively supplying powder, together with an air at a rate of 700nL/min. This stainless steel pipe had a 
coiled portion of 12 m immersed in a heat can-ying oil bath of 220'*C. After passing through tiie coiled portion, the alu- 
minum acetylacetonato turned into a vapor. The thus obtained mixture of the aluminum acetylacetonato and the air was 
blown upon the glass substrate from a discharge slit of the another nozzle, thereby to form an aluminum oxkfe film on 

55 the glass sut)strate. This film was confirmed to be an aluminum oxkfe film having a thickness of about 70nm by Auger 
electron spectroscopy, although X-ray diffraction lines of this film were not found. The aluminum oxide film was found to 
have a reflectance from the coated aide of 9.5%, a refractive index of 1 :61 . and a thickness of 67nm. 
[0027] Then, a titanium oxide film was formed on the aluminum oxkJe film in the same manner as that of Example 2 
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by using the nozzle 5 adjacent to the another nozzle. The obtained glass pane was found to have a visible light reflect- 
ance from the coated side of 14%, a dominant wavelength of SOOnm, and an excitation purity of 3.5%. Thus, the 
reflected light from the coated side became more neutral as compared with those of Examples 1 -2 by the provision of 
the aluminum oxide interlayer having an intermediate refractive index. The result of the X-ray diffraction analysis of the 
5 titanium oxide film was almost the same as that of Example 2. The glass pane was subjected to a photocatalytic activity 
test that is similar to that of Example 1 . In fact, the ultraviolet in^adiation times were 3 hr and 1 0 hr. After 3 hr, the contact 
angle of water drop was found to be 3 degrees. After 10 hr. It was found to be 1 degree. 

EXAMPLE 4 

10 

[0028] In this example. Example 1 was repeated except in that the air preliminarily having a flow rate of 300nL per 
minute was replaced with a mixture of an air and an oxygen each having a flow rate of 150 nU/min. The calculated par- 
tial pressures of the oxygen, titanium compound and steam of the gas mixture were about 36kPa, about 4kPa and about 
0.001 kPa, respectively 

75 [0029] The titanium oxide film was found to have a refractive index of 2.38 and a thickness of 1 40nm, based on the 
spectral reflectance of the coated side of the glass pane. The X-ray diffraction pattem of the titanium oxide film was 
found to have first, second, third and fourth peaks at spacings between adjacent crystallographic planes of the titanium 
oxide of 3.5. 1 .9, 1 .6 and 1 .4 angstroms where the diffraction angles 28 are respectively 25. 48. 55 and 63 degrees. The 
relative heights of the first, second, third and fourth peaks were respectively 8, 3, 1 and 1 . The result of the abrasion 

20 resistance test, the increase in transmittance, was about 3.0%. The photocatalytic activity test was conducted in the 
same manner as that of Example 2. After lOhr of this test, the contact angle of water drop was 3 degrees. The obtained 
glass pane was found to have a visible light reflectance from the coated side of 35%. a dominant wavelength of 440nm, 
an excitation purity of 21%, and a transmittance of 62%. 

25 EXAMPLE 5 

[0030] In this example, Example 1 was repeated except in that the supply rate of titanium tetraisopropoxide was 40 
g/min in place of 240 g/min and that the mixture of titanium tetraisopropoxide (gas) and nitrogen gas was mixed with a 
nitrogen gas having a dew point of -30''C and a flow rate of 1 .OOOnUmin, together with the air having a flow rate of 300 
30 nUmin. The calculated partial pressures of the titanium compound, oxygen, and steam of the gas mixture were about 
0.25kPa, 4kPa and 0.04kPa, respectively. 

[0031] The titanium oxide film was found to have a refractive index of 2.37 and a thickness of 20nm. based on the 
spectral reflectance of the coated side of the glass pane. The obtained glass pane was found to have a visible light 
reflectance from the coated side of 18%. a dominant wavelength of 430nm, and an excitation purity of 19%. The X-ray 
35 diffraction pattern of the titanium oxide film was found to have first and second peaks at spacings between adjacent 
crystallographic planes of the titanium oxide of 3.5 and 1 .9 angstroms where the diffraction angles 26 are respectively 

25 and 48 degrees. The relative heights of the first and second peaks were respectively 9 and 1 . The result of the abra- 
sion resistance test, the increase in transmittance, was about 3.0%. The rates and efficiency for forming the titanium 
oxkie film on the glass substrate were 0.27 ^m/min and 17.4%, respectively. The photocatalytic activity test was con- 

40 ducted in the same manner as that of Example 2. After 1 0hr of this test, the contact angle of water drop was 1 0 degrees. 

COMPARATIVE EXAMPLE 1 

[0032] In this example. Example 2 was repeated except in that the position of the nozzle 5 was 70m downstream from 
45 the exit partition wall 8 of the tin bath 3 and that the amount of steam in the gas mixture was adjusted to have a partial 
pressure of O.SkPa. The temperature of the glass substrate surface at the position of the nozzle was 260^0 . The tita- 
nium oxide film was found to have a refractive index of 2.28 and a tiiickness of 20nm, based on tiie spectral reflectance 
of the coated side of the glass pane. In the abrasion resistance test, the titanium oxide film exfoliated from the glass 
substrate by 40 rotations of frie Taber abraser. The result of tiie X-ray diffraction analysis of the titanium oxide film is 
50 shown by the X-ray diffraction pattern [C] of Fig. 2. In fact, the X-ray diffraction pattern was found to have only one peak 
at a spacing between adjacent crystallographic planes of the titanium oxide of 3.5 angstroms where the diffraction angle 

26 is 25 degrees. The photocatalytic activity test was conducted in the same manner as that of Example 2. After lOhr 
of this test, the contact angle of water drop was 31 degrees. It is assumed that the titanium oxide film was insufficient 
in compactness and too low in refractive index, since the glass substrate surface temperature was too low. Furthern[X>re. 

65 it was found that the titanium oxide film was insufficient in crystallinity and thus in photocatalytic activity. It should be 
noted that scales of titanium oxide and titanium hydroxide accumulated on the device for forming the titanium oxide film 
and thus 30 minutes after ttie start of the CVD of tiie titanium oxide many streaks occurred on the titanium oxide f Dm in 
a direction along the movement of the glass suk>strate. 
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COMPARATIVE EXAMPLE 2 

[0033] In this example. Example 1 was repeated except in that the titanium tetraisopropoxide was replaced with tita- 
nium tetraethoxide and that the supply rates of the titanium tetraethoxide and the air were 300g/min and 20nLymin, in 

5 place of 240g/min and 300nLymin, respectively. The partial pressures of the oxygen, titanium compound and steam of 
the gas mixture were 1 .8kPa, 13kPa and O.OOIkPa. respectively. The titanium oxide f Dm was found to have a refractive 
Index of 2.51 and a thickness of 42nm, based on the spectral reflectance of the coated sMe of the glass pane. The pho- 
tocatalytic activity test was conducted in the same manner as that of Example 2. After 1 0hr of this test, the contact angle 
of water drop was 29 degrees. It is assumed that the titanium oxide film was insufficient in crystallinity and photocata- 

TO lytic activity, since the partial pressure of the titanium compound vapor was too high and the partial pressure of the oxy- 
gen was too low. Making a comparison between the results of Examples 1-5 and tiie results of Comparative Example 

2. titanium ethoxide may be inferior to titanium isopropoxide in obtainment of photocatalytic activity. 

COMPARATIVE EXAMPLE 3 

IS 

[0034] In this conrparative example. Example 1 was repeated except in that a methylene chloride solution containing 
20 wt% of titanium diisopropoxybisacetylacetonato. T-50 (trade name) of Nippon Soda Co., Ltd.. was sprayed onto the 
glass substrate at a rate of 2,500 g/min, thereby to form a titanium oxide film on the glass substrate by pyrolysis. In fact, 
the methylene chloride solution was sprayed from a spraying device under a liquid pressure of 90 kg/cm^ at a level 
20 250mm higher than the glass substrate surface, while a nozzle of the spraying device was reciprocated at a speed of 2 
vn/s, in a direction perpendicular to that of the movement of ttie glass substrate, witii an amplitude of 2.5 m. Further- 
nfKxe. a space for conducting tiie spraying was enclosed by a chamber, and the atmosphere of the chamber was 
exhausted at a rate of 15.000 nm^ per hour. 

[0035] TTie obtained titanium oxide film was found to have a refractive index of 2.29 and a thickness of 42nm. based 
25 on the spectral reflectance of the coated side of the glass pane. The X-ray diffraction pattern of the titanium oxkJe film 
was found to have only first and second peaks at spadngs between adjacent crystallographic planes of the titanium 
oxide of 3.5 angstroms and 1.9 angstroms where the diffraction angles 28 are 25 and 48 degrees, respectively The 
height of the second peak was one-twelftii of that of the first peak. The glass pane was subjected to the abrasion resist- 
ance test. In this test, the increase of transmittance after 200 rotations of the Taber abraser was 6.6%. This means that 
30 the titanium oxide film was insufficient in adhesion strength. The glass pane did not have a high photocatalytic activity 
as those of Examples 1-5. Thus, it is assumed that the titanium oxide film of Comparative Example 3 is substantially 
tower in crystallinity tiian those of Examples 1 -5. 

[0036] The entire disclosure of Japanese Patent Application No. 9-233689 filed on August 29. 1997, including speci- 
fication, claims, drawings and summary, is incorporated herein by reference in its entirety. 

35 

Claims 

1 . A photocatalytic glass pane comprising: 

40 a glass substrate; and 

at least one layer formed on at least one major surface of said glass substrate, said at least one layer having 
an outermost layer made of a photocatalytic titanium oxide, sard outermost layer being prepared by a chemtaal 
vapor deposition. 

wherein said titanium oxkJe is such that an X-ray diffraction chart of said titanium oxide hias at least a first peak 
45 when a spacing between acQacent crystallographic planes of said titanium oxide is 3.5 angstroms and a second 

peak when a spacing between adjacent crystallographic planes of said titanium oxide is 1.9 angstroms and 
tiiat said second peak has a height that Is at least one-tenth of a height of said first peak. 

2- A glass pane according to claim 1 , wherein said X-ray diffraction chart of said titanium oxide further has a third peak 
50 when a spacing between adjacent crystallographic planes of said titanium oxide is 1 .7 angstroms and a fourtii peak 
when a spacing between adjacent crystallographic planes of said titanium oxide is 1 .5 angstroms. 

3. A glass pane accorcfing to daim 1 , wherein said X-ray diffraction chart of said titanium oxide is obtained by allowing 
Ka X-rays from a copper target to impinge against said outermost layer. 

55 

4. A glass pane according to claim 1 , wherein said titanium oxide is of an anatase type. 

5. A glass pane according to daim 1 , wherein said outermost layer has a thickness that is not greater than 300 nm. 
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6. A glass pane according to claim 1 . wherein said at least one layer further has an interlayer interposed between said 
glass substrate and said outermost layer, said interlayer having a refractive index of from 2.6 to 2.9 and conprising 
at least one metal oxide selected from the group consisting of chromium oxides, iron oxides, cobalt oxides and cop- 
per oxides. 

5 

7. A glass pane according to claim 1 . wherein said at least one layer further has an interlayer interposed between said 
glass sut3Strate and said outermost layer, said interlayer having a refractive index of from 1 .55 to 2.0 and compris- 
ing at least one compound selected from the group consisting of aluminum oxides, tin oxides, indium oxides, zinc 
oxides and silicon oxycarbide. 

10 

8. A glass pane according to claim 1. wherein said chemical vapor deposition is corKlucted by a method comprising 
the sequential steps of: 

(a) providing a gas mixture comprising a vapor of an organic titanium compound and an oxygen gas; and 
15 (b) bringing said gas mixture into contact with said glass sut>strate that is under a heated condition, thereby to 

form said outernmst layer on said glass sutsstrate. 

9. A glass pane according to claim 8, wherein said gas mixture further comprises a nitrogen gas. 

80 1 0. A glass pane according to claim 9. wherein said vapor of said organic titanium compound has a partial pressure of 
from 0.1 to 10 kPa. and said oxygen gas has a partial pressure of from 3 to 40 kPa. 

11 . A glass pane according to claim 8. wherein said gas mixture is free of a steam. 

25 1 2. A glass pane according to claim 1 . wherein said at least one layer is formed on one major surface of said glass suk)- 
strate, and a reflective metal layer is formed on the other major surface of said glass substrate, so that said glass 
pane is usable as an antifogging mirror. 

13. A method for producing a photocatalytic glass pane, said photocatalytic glass pane comprising a glass substrate; 
30 and at least one layer formed on at least one major surface of said glass substrate, said at least one layer having 

an outermost layer made of a photocatalytic titanium oxide, said outermost layer being prepared by a chemical 
vapor deposition, wherein said titanium oxide is such that an X-ray diffraction chart of said titanium oxide has at 
least a first peak when a spacing between adjacent crystallographic planes of said titanium oxide is 3.5 angstroms 
and a second peak when a spacing between adjacent crystallographic planes of said titanium oxide is 1.9 ang- 
35 stroms and that said second peak has a height that is at least one-tenth of a height of said first peaK said metiiod 
comprising the sequential steps of: 

(a) providing a gas mixture comprising a vapor of an organic titanium compound and an oxygen gas; and 

(b) bringing said gas mixture into contact with said glass suk>strate tiiat is under a heated condition, thereby to 
40 form said outermost layer on said glass substrate. 

14. A method according to daim 13, wherein said gas mixture further comprises a nitrogen gas. 

15. A method according to claim 13. wherein said vapor of said organic titanium compound has a first partial pressure 
45 of from 0.1 to 10 kPa. and said oxygen gas has a second partial pressure of from 3 to 40 kPa. 

1 6. A method according to daim 1 5. wherein said first partial pressure is from 1 to 5 kPa, and said second partial pres- 
sure is from 1 0 to 36 kPa. 

50 17. A method according to daim 13, wherein said gas mixture is free of a steam. 

18. A metiiod according to daim 13. wrherein the step (b) is conducted at a temperature not higher than 750*C. 

19. A method according to daim 13, wherein said glass substrate is heated at a temperature not k>wer than 300''C. 

55 

20. A metiiod according to daim 19, wherein said temperature of said glass substrate is from 400 to 600*'C. 

21 . A method according to daim 20. wherein said temperature of said glass substrate Is from 500 to 600''C. 
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22. A method according to claim 13. wherein, prior to the step (b), an interlayer is formed on said glass substrate, said 
interlayer having a refractive Index of 2.6-2.9 and comprising at least one metal oxide selected from the group con- 
sisting of chromium oxides, iron oxides, cobalt oxides and copper oxides. 

5 23. A method according to daim 13, wherein, prior to the step (b). an interlayer is formed on sard glass substrate, said 
interlayer having a refractive index of from 1.55 to 2.0 and comprising at least one metal oxide selected from the 
group consisting of aluminum oxides, tin oxides, indium oxides, and zinc oxides. 

24. A method according to daim 13, wherein, prior to the step (b). an interlayer is formed on said glass sut)strate, said 
10 interlayer having a refractive index of from 1 .55 to 2.0 and comprising silicon oxycaibide. 

25. A method according to daim 13. wherein said organic titanium compound is a titanium alkoxide. 

26. A method according to daim 25. wherein said titanium alkoxide is at least one selected from the group consisting 
IS of titanium tetraisopropoxide, titanium tetramethoxide. titanium tetraethoxide, and titanium monochlorotrialkoxKle. 

27. A method according to claim 22. wherein said interlayer is formed by bringing a gas mixture into contact with said 
glass substrate, said gas mixture comprising a vapor of at least one compound of at least one metal selected from 
the group consisting of chromium, iron, cobalt and copper. 

20 

28. A method according to daim 27. wherein said at least one compound is at least one acetylacetonato of said at least 
one metal. 

29. A method according to claim 23; wherein said interlayer is formed by bringing a gas mixture into contact with said 
25 glass sutsstrate. said gas mixture comprising a vapor of at least one compound of at least one metal selected from 

the group consisting of aluminum, tin. indium and zinc. 

30. A method according to daim 29. wherein said at least one compound is at least one acetylacetonato of sa\6 at least 
one metal. 

30 

31 . A method according to claim 24. said interlayer is formed by bringing a gas mixture into contact with said glass sut>- 
strata, said gas mixture comprising silane gas, an ethylenic hydrocarbon gas and carbon dioxide. 
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